UNITED STATES PATENT AND TRADEMARK OFFICE 


CERTIFICATE OF CORRECTION 


PATENT NO. 
DATED 


6,773,667 B2 
August 10, 2004 


Page 1 of 1 


INVENTOR(S) : Kiyotaka Yasuda et al. 

It is certified that error appears in the above-identified patent and that said Letters Patent is 
hereby corrected as shown below: 


Title page. 

Under [57], ABSTRACT, amend "7 claims, No Drawings" to -- 10 claims, No 
Drawings — . 

Column 8, 

Line 37, please add the following claims 8-10, as follows: 

— 8. The hydrogen storage material according to claim 2, wherein said lattice length on 
the c-axis is from 406.6 to 407. 1 pm. 

9. The hydrogen storage material according to claim 2, wherein (a+b+c+d) or 
(a+b+c+d+e) is 5.2 or greater and smaller than 5.3, and said lattice length on the c-axis 
is 406.2 or greater and smaller than 406.8 pm. 

10. The hydrogen storage material according to claim 2, wherein (a+b+c+d) or 
(a+b+c+d+e) is from 5.3 to 5.45, and said lattice length on the c-axis is from 406.8 to 
407.3 pm. -- 
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